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(57) [Abstract] 

[Problems to be Solved by the Invention] 

Recovery, wrinkle taking of texture of clothing after fiber 
product , especially wearing and removal of odor processing 
method of fiber product which can do easily with household is 
offered. 

[Means to Solve the Problems] 

aqueous composition which contains one kind or more which 
is chosen from silicone compound , boundary surfactant , 
organic solvent , fragrance and microbicide in fiber product 
atomization after doing, the said fiber product thermal drying 
is done at rotary inside tank. 

[Claim(s)] 
[Claim 1] 

aqueous composition which contains one kind or more which 
is chosen from silicone compound , boundary surfactant , 
organic solvent , fragrance and microbicide in fiber product 
atomization after doing, the said fiber product at rotary inside 
tank thermal drying processing method . of fiber product 
which is done 

[Claim 2] 

aqueous composition silicone compound processing method . 
of fiber product which is stated in the Claim 1 which contains 
0.01 -5 weight % 

[Claim 3] 

processing method . of fiber product which is stated in Claim 
1 or 2 where aqueous composition contains boundary 
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*14«j£1g3*<Z>. 1013.25hPa Iz^ith^&lfl 
90 deg C ttT-Cfc«*«S»©»A< 10 15% 

[R#*5] 
[»*Jg6] 

«S?£fr5»*« l~5 l*r*l**-*E«a>« 
[IS** 7] 

*ttsa^^«SLfc«i«si n a p^ . wants* 



MM 8] 

5^'J=i->fl:** 0.01-5 SI%«JHS3HHH 
0-5 «»%. 1013.25hPa I c£ If 90 deg 

C iaTCDflai?§S>J 0-5 85-99.9 

[»#* 9] 

[ft** io] 

»#* s x« 9 e«<&*tt«j«tt£*Bga 



Specification 
[0001] 



surfactant 0.005~5weight % 
[Claim 4] 

Either of Claim 1 ~3 where quantity of organic solvent where 
boiling point in, 1013.25 hPa in aqueous composition is 90 
deg C or less is 10 weight % or less the processing method . 
of fiber product which is stated in one claim 

[Claim 5] 

atomization before doing aqueous composition , processing 
method . of fiber product which isstated in Claim 1 ~4any 
Claim which has fiber product substantially in dry state 

[Claim 6] 

processing method . of fiber product which is stated in Claim 
1 ~5any Claim which does the atomization of aqueous 
composition with atomization device of non gas type 

[Claim 7] 

fiber product which aqueous composition atomization is done, 
accommodating in the vessel which possesses flexibility and 
substantially possesses air permeability ,thermal drying 
processing method . of fiber product which is stated in Claim 
1 ~6any Claim which isdone 

[Claim 8] 

aqueous composition . in order to treat fiber product where 
boiling point in silicone compound 0.01~5weight %, 
boundary surfactant 0-5 weight %, 1013.25hPa contains 
organic solvent 0~5weigbt % and water 85 - 99.9 weight % of 
90 deg C, or less uses rotary dryer 

[Claim 9] 

aqueous composition . which is stated in Claim 8 which is a 
nonionic surfactant where theboundary surfactant has 
secondary alkyl group inside molecular structure 

[Claim 10] 

aqueous composition which is stated in Claim 8 or 9 it 
possesses flexibility in orderto accommodate goods and fiber 
product which are filled in atomization device equipped 
vessel and it consists of vessel which substantiallypossesses 
air permeability , kit . which is used in order to treat the fiber 
product making use of rotary dryer 



[Description of the Invention] 
[0001] 

[Technological Field of Invention] 

this invention, texture of fiber product recovering, especially 
regards the processing method of fiber product which 
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[0002] 

**i&£ffll>7l~£8<DUb£#l*-f#8:i:l, 
T.ftBIHF 10-25660 



£fc»f#8¥ 10-508911 W099/55952 
W099/55953^, ftB8¥ 1-6174 fljfc© 



[0003] 

3-130473 7-509629 ^ 

<oizit^xn^<. +ftmu®ft.&tfz*i\z<^ 



2002-4-19 

designates removal of wrinkle and there mo val of odor as 
objective , it regards aqueous composition for that of 
processing method , of especially clothing and kit for that. 

Furthermore, regarding to this invention, recovery of texture , 
proofed impression of fiber product , especially clothing 
which decreases with the long-term use and wearing it shows 
fact that feel in use or wearing comfort isimproved by fact 
that it improves. 

[0002] 

[Prior Art And Problems To Be Solved By The Invention] 

Generally as for suit or other dry cleaning clothing water 
wash with household being difficult,there is a method which 
uses ironing and steam press generallyconcerning those 
wrinkle taking method . 

Without using those in Japan Unexamined Patent Publication 
Hei 10-25660 number spray after doing, justleaves method 
which removes wrinkle section has been disclosed hexylene 
glycol and isoprene glycol or other specific water soluble 
solvent and composition which combineswater in wrinkled 
part of clothing as means which extends the wrinkle of 
clothing . 

But, you remove light wrinkle where with this method it was 
attachedto clothing , but it is difficult to remove deep 
wrinklecompletely. 

In addition, wrinkle taking agent composition and method of 
cloth areshown in Japanese Publication of International Patent 
Application 10-50891 1 number, WO 99/55952 number, WO 
99/55953 number and the Japan Unexamined Patent 
Publication Hei 1-6174 number, but it is something which 
takes wrinkle by factthat spray atomization after doing 
composition , hanging natural drying it does these,or does 
ironing . 

ironing is non- normally effective in wrinkle taking, but in 
addition tobeing a work of requiring labor a insufficient , in 
regard to texture recovery it is. 

[0003] 

In addition, in Japan Unexamined Patent Publication Hei 3- 
130473 number and Japanese Publication of International 
Patent Application 7-509629 number, with substrate goods 
and base sheet you insert in vessel where plastic bag or other 
air tightness is high and the method which is treated with 
domestic dryer is disclosed, but like domestic dryer of Japan 
amount of heat it is small in comparison with those of the 
Europe and America , with condition which sufficient thermal 
drying is difficult to be done, There was a deficiency that 
wrinkle which is attached to suit or other dry mark clothing 
completely are times when it does not come off. 
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[0004] 
[0005] 

**«fla>»a*i*i::B'r4. 

[0006] 

*fc.*»WI4^>U3->flS^* 0.01-5 fi 
S%> #B55§tt#l 0-5 SS%. 1013.25hPa Izfc 
I+*»jS3^ 90 deg C JaT0>*«WB 0-5 £ 
3%Xtf* 85-99.9 4* 0I55C 

tt«j**i::i»r*. 

[0007] 

«aatt##»l::**Lfc*ai:. 
[0008] 

ffl^«*i=j:y . ttTLfcWtasaa^* 

EKKF*. MlCl^«JlS[p a p(Z)L^^L^ffiS 
fcft<D«$t«p°p(7)fflS^[zB|-r^o 

[0009] 

*«0J0li*tS!p a p0ffia*ai*. v'Jn-Xfc 

ati±^. 0.01-15 ss%. 0.01-5 a 
a%#*«ct*«»*u^ 



[0004] 

problem of this invention seems like rotary type domestic 
dryer of Japan , wrinkle taking and recovery of texture which 
are attached to clothing after fiber product , especially 
wearing even with dryer where amount of heat issmall 
relatively it is to offer processing method of fiber product 
which can doeasily with household . 

[0005] 

[Means to Solve the Problems] 

this invention aqueous composition which contains one kind 
or more which is chosen from the silicone compound , 
boundary surfactant , organic solvent , fragrance and 
microbicide in fiber product atomization after doing,said fiber 
product regards processing method of fiber product which 
thermal drying is done atrotary inside tank. 

[0006] 

In addition, as for this invention, it regards aqueous 
composition in order to treat fiber product where boiling point 
in silicone compound 0. 01 -5 weight %, boundary surfactant 
0-5 weight %, 1013.25hPa contains the organic solvent 
0-5weight % and water 85 - 99.9 weight % of 90 deg C, or 
less uses the rotary dryer . 

[0007] 

Furthermore this invention aqueous composition of 
above-mentioned this invention has the flexibility in order to 
accommodate goods and fiber product which are filledin 
atomization device equipped vessel and consists of vessel 
whichsubstantially possesses air permeability , it regards kit 
in order totreat fiber product making use of rotary dryer . 

[0008] 

[Embodiment of the Invention] 

this invention texture of fiber product which decreases with 
wearing andkeeping in regard to especially clothing with use, 
recovermg,furthermore fiber product present * and regards 
processing method of fiber product inorder to take odor . 

[0009] 

It is something which aqueous composition which combines 
one kind or more which ischosen from silicone compound , 
boundary surfactant , fragrance , organic solvent , microbicide 
atomization does processing method of the fiber product of 
this invention , in fiber product , dries at rotary inside tank. 

As for aqueous composition , one kind or more which is 
chosen from silicone compound , boundary surfactant , 
organic solvent , fragrance and microbicide ,0.01 - 15 
weight %, furthermore 0.01-5 weight % it isdesirable to 
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[0010] 

□**>*-f ;KBIT* tKP*->5/>Ja— 
3->(7>^;u«(»^L<{ifliJffia»5 1 ;uS)(D 
;u*V/K'JvP^>^>r>KaT. *tt*>up 

KttS/'jp-^fttfsRJiSttS/ya-xiri/ij 

«f Btt*ff * 1990^8^ 31 B.^DRfil W\)(D* 
tLTI*, 75>** 4 »7>^0 

£#t;*tl£X(i/\ay/7;u*;uS. /\py 
y7;u*u>*fcL<f*/\p^V7'j-;i>S££ 

fcWMSOHfil::* 7K'J(N-7i/;U7JU*bW5 



[0011] 

deg C r<M:*>X&7K 1L SfcyoSfctt A< 



[0012] 

a-xottir silsoft ^>r^( a * a. - a— (#> 
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contain. 
[0010] 

First, you detail concerning aqueous composition . 

silicone compound which is contained in aqueous 
composition which is used for this invention ,with 
organopolysiloxane oil , those which you can use as lubricant 
of especially fiber are desirable. 

Concrete, dimethyl polysiloxane oil (Below, dimethyl silicone 
it does ) or organopolysiloxane oil where side chain of 
dimethyl silicone oil orportion of methyl group of end 
become hydroxyl group (Below, hydroxy silicone it does ), to 
other than organopolysiloxane oil (Below, modified silicone it 
does ) where aforementioned dimethyl silicone or portion of 
methyl group (methyl group of preferably side chain )of 
hydroxy silicone becomes organic group * other than "methyl 
group , organic group is introduced in dimethylsiloxane chain 
and can list organopolysiloxane oil (Below, end modified 
silicone it does )where end becomes organic group other than 
methyl group . 



modified silicone and end modified silicone are illustrated 6 
th chapters of "silicone handbook " (Ito Kunio compilation 
and Nikkan Kogyo Shimbunsha issue, 1990 August 3 1 days, 
first edition lissue)to center . 

You can list organic group which includes poly (N- acyl 
alkylene imine ) chain in other than organic group which 
includes organic group or halogeno alkyl group , halogeno 
alkylene group or halogeno aryl group whichinclude organic 
group , alkyl group which includes organic group , carboxyl 
which includes organic group , epoxy group which includes 
organic group , polyether group which includes organic 
group , amide group which includes the organic group , 
quaternary ammonium group which includes amino group as 
organic group other than methyl group which modified 
silicone names. 

[0011] 

Furthermore, regarding to this invention, when it uses 
modified silicone whichpossesses water soluble organic 
group , as for extent of modification those where solubility 
per deionized water 1L with 20 deg C does not exceed 1 g are 
desirable. 

[0012] 

one kind or more which even among these to other than 
amine-modified silicone , amide *polyether modified 
silicone , polyether modified silicone is chosenfrom 
SILSOFTtype (Nippon Unicar Co. Ltd. (DB 69-059-3355 ) 
make) or other end modified silicone , is desirable from point 
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SILSOFT MZf(B*3--J)-m)W+£<»X 
[0013] 

TSK-TK'Ji-T^ttv'Ja-^LT. TIE 
-«a(l)T**>*h«*<D*<»*U\, 

[0014] 
HblJ 



H,C- 



:-k^iM)4/iM>-yi-o4— ii-i 



in, U«3 4U Ml 



i-Si-CHj 



of wrinkle removal efFectof fiber product in addition to 
texture recovery. 

Even among them especially amide *polyether modified 
silicone , polyoxyalkylene modified silicone and 
SILSOFTtype (Nippon Unicar Co. Ltd. (DB 69-059-3355 ) 
make) or other end modified silicone , aredesirable from point 
of wrinkle removal effect. 

[0013] 

As amide *polyether modified silicone , those which are 
displayed with below-mentioned General Formula (1) are 
desirable. 

[0014] 

[Chemical Formula 1] 



a) 



O-flJOk-CPOk-CHj 
HNCO — CHr- O— (B0)t— K" 



[0015] 

R. R* l*at*a 1-6 ©TVMrUVS, R" 
ltlttm& 6-16 (DT;U^^S-T?fey.2<l<10. 
5<m<15,0<ii 

[0016] 

[0017] 
lit 2] 



[0015] 

{In Formula, as for R, R&apos; as for alkylene group , 
R&apos; ' of carbon number 1-6 with the alkyl group of 
carbon number 6-16, 2 <1<10, 5<m<15, 0<n<l, x/z=l/l~50/l 
(mole ratio ), it is a y/z=l/2~10/l (mole ratio ). } . 

[0016] 

In addition, as for compound of General Formula (1), amide 
bond disassembling, amine part (2) with polyoxyethylene 
alkyl ether carboxylic acid (3) with there are alsotimes when 
it exists with salt form . 

[0017] 

[Chemical Formula 2] 



(2) 



HOOG^-CIfc — O — (BO)i — R" (3) 



[0018] 



[0018] 
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[0019] 
[ft 3] 



{symbol in Formula is same as description above. } 

A more desirable structure is displayed with Formula (4) 
below. 

[0019] 

[Chemical Formula 3] 
(4) 



>)«r-CPOXr-CH3 
[ 

HNCO-CHr-O— (BOJi-R" 



[0020] 

3<l<7.7<m<12.0<n 
[0021] 

(&mm< l~3)5/P**>t*U**i/7;MrU 
>(7;U*U>S(DJ&J£»A< 2-4 aMff*U*)<D 

tttf*?*L<. «i:TE-«S(5)t«WW 

[0022] 
[fc4] 

CH 3 » CHj 

tf*HP«0^^ (5) 
CHj h CH, 



[0020] 

{In Formula, R&apos; ' with alkyl group of carbon number 
8-14, 3 <1<7, 7<m<12, 0<n<0.5, x/z=10/l~30/l (mole ratio ), 
is y/z=l/l~5/l (mole ratio ). }. 

[0021] 

As end modified silicone of this invention , it can increase 
polyether end modified silicone which is a copolymer of alkyl 
(carbon number 1-3) siloxane and poly oxy alky lene (carbon 
number of alkylene group 2 - 4 is desirable). 

Inside this , copolymer of dimethylsiloxane and 
polyoxyalkylene (Such as random or block copolymerization 
body of polyoxyethylene , polyoxypropylene , ethylene oxide 
and propylene oxide ) isdesirable, those which are displayed 
with especiallybelow-mentioned general formula (5) are 
desirable. 

[0022] 

[Chemical Formula 4] 



[0023] 

ik a atf b l*¥41ftjK-CftU. R 51 
lift*a 1-10 <07;U*U>S£^UR 52 l*jfc 
Mift 1-22 <D7fr*H\4k$7*1ri!fi+ -tlbCDfit 

[0024] 



[0023] 

{In Formula, as for m, n, a and b with average degree of 
polymerization , as for R<sup>5 Wsup> the alkylene group 
of carbon number l~l0 is shown, R<sup>52<Vsup> shows 
alkyl group of carbon number l~22,but these values are 
chosen in order to become hydrophilicity . } . 

[0024] 
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[0025] 

Kb 5] 



In addition also end modified silicone which is displayed with 
below-mentioned general formula (6) as end modified 
silicone , is desirable. 

[0025] 

[Chemical Formula 5] 



CHj / CHj i CHj 
^H 3 1 (Ih 3 4(^3 



'(CAOWCaHsOJbR 62 ^ 



[0026] 

[5t*. x. n. aai/bli¥^m#ST*fcy. R 6 \ 
R^li^+i^tiK^a 1-10 <Z)T;u*U>££;f 

[0027] 
[0028] 

v»;=i-Mb^i**tt«§i£«3*i3.o.oK5 m 

S%. »*L<li 0.02-3 MS%. * b!3»*L< 

li 0.05-2 ms%Ifi££*i&o 

[0029] 

atx(**a>£. 7;u*;MfcS£xxx;ui£. tPj 
JUS. :tu:M>x;u7tc/&ffi. 7;u*>x;u* 

7;^^^vK*0^^->SSS14 

>f>H0)ra514SBS14»^^«7;u^;u 4 
«7>*x^a£. v££7;u*;u 4 «7>* 

x^AJfi. h , Jfi«7;U*;U4«7>^xOA« 



[0026] 

{In Formula, as for x, n, a and b with average degree of 
polymerization , as for R<sup>61</sup>, R<sup>62</sup> 
the alkylene group of respective carbon number 1-10 is 
shown. }. 

[0027] 

Regarding to this invention, most desirable silicone 
compound is polyether modified silicone which isdisplayed 
with general formula (5). 

[0028] 

silicone compound is combined in aqueous composition , 0.01 
- 5 weight %, preferably 0.02-3 wt% , furthermore the 
preferably 0.05-2 wt% . 

[0029] 

In addition, it is desirable in this invention to combine 
boundary surfactant from aspect of permeability , silicone 
compound , fragrance , antibacterial or other dispersion 
stability or other blend stability to fiber . 

alkylbenzene sulfonic acid or its salt , alkyl sulfuric acid ester 
salt , polyoxyalkylene alkylether sulfuric acid ester salt , 
olefin sulfonate , alkane sulfonate , fat anti acid salt or other 
anionic surfactant , polyoxyalkylene alkyl or alkenyl ether , 
polyoxyalkylene alkyl phenyl ether , aliphatic acid alkanol 
amide or alkylene oxide adduct , sucrose fatty acid ester , 
alkyl glucoside or other nonionic surfactant , amine oxide , 
sulfobetaine , carbobetaine or other amphoteric surfactant , 
mono long chain alkyl quaternary ammonium salt , di long 
chain alkyl quaternary ammonium salt , tri long chain alkyl 
quaternary ammonium salt or other canonic surfactant can be 
listed as boundary surfactant . 
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[0030] 
[0031] 

R"-0-(R 72 OVH (7) 

ta*.R 7 ' tt.JfcltS 8-22. #£1X1* 10-20 

*r~ . K n 2-8 o>7;u*u> 

teSFttlttfln^USrfcy 0.5-30. $f£L<l* 
1-20. ftlZ#£L<l* 1-10 (D&X'h&o ] 

-Sft^(7)0)ft^«!ia>ft«:«i|tLTIiKlT0>fc 

R 73 -0-(C 2 H40) r -H(8) 

[iCf.R 73 10-18 <DH££fcl*#tt 

fey 1-10. #£L<I* 1-8 (D»T'fcS. ] 

R 73 -0-(C 2 H40) > -(C 3 H 6 0),-H (9)[it*.R 73 liS* 

io~i8 <Dm.mmzi*K&m<D7Ji*)\,& 
■cfcy. s &tf 1 tt¥i&f*are;u«T?*y. s i* 

1-10. t li 1-10 ©&TfeSo i^Ul^+vKi: 
7Ptf UVtMPvKI*. 7>^A^0-Cfcy. x 

)\,*>\,m*. fifflJ:yt»(8EJI<7)t<7)A<gStt 



#£L<i*. io~i8 2 «7;u*;u*-e 

fcy.l j»7>b=i-;Hzi^U>^vK(felT 

eo tae-r*)*#*iLfc*-f+>isiiiStt» 

[0032] 

IM^->l?®S14»J<D7;u^;bSii.2 i 

£Jt^(M5tt)li. i/ioo~io/i. »£L<li 
1/50-5/1 A<jiStt. $£14<DBfrt>li£U.>o 

[0033] 



[0030] 

Especially desirable emulsifier is nonionic surfactant of 
general formula (7) with the this invention . 

[0031] 

R<sup>71</sup>-0- (R<sup>72</sup>0 ) <sub>p</sub>-H 
(7) 

{In Formula, as for R<sup>71</sup>, witb alkyl group or 
alkenyl group of straight chain or branched chain of the 
carbon number 8-22, preferably 10-20, as for 
R<sup>72</sup> with alkylene group of carbon number 2-8, 
it is a preferably ethylene group . In addition, p 0.5 - 30, is 
quantity of preferably 1-20, particularly preferably 1-10 with 
the average number of moles added . } 

compound below (8), (9) can be listed as embodiment of 
compound of general formula (7). 

R<sup>73</sup>-0- (C<sub>2</sub>H<sub>4</sub>0 ) 
<sub>r</sub>-H (8) 

{In Formula, as for R<sup>73</sup> with alkyl group of 
straight chain or branched chain of the carbon number 10-18, 
as for r 1 - 10, it is quantity of preferably 1-8 with the average 
number of moles added . } 

R<sup>73</sup>-0- (C<sub>2</sub>H<sub>4</sub>0 ) 
<sub>s</sub>- (C<sub>3</sub>H<sub>6</sub>0 ) 
<sub>t</sub>-H (9) {In Formula, as for R<sup>73</sup> 
with alkyl group of straight chain or branched chain of the 
carbon number 10-1 8, as for s and t with average number of 
moles added , as for s 1 - 10, as for t it is a number 1-10. 
ethylene oxide and propylene oxide , with random addition , 
do not question addition sequence of ethylene oxide and 
propylene oxide . } furthermore, as for alkyl group of 
nonionic surfactant , those of branched chain are desirable 
from aspect of the permeability in comparison with straight 
chain. 

With secondary alkyl group of preferably , carbon number 
10-18, jointly using with nonionic surfactant which adds 
ethylene oxide (Below EO and transcription it does ) to 
primary alcohol , it is possible to use. 

[0032] 

As for alkyl group of nonionic surfactant , combination of 
secondary and primary is good, as for mixing ratio (weight 
ratio ) of compound which possesses compound /primary 
alkyl group which possesses secondary alkyl group , 1/100 - 
10/1, preferably 1/50-5/1 is desirable fromaspect of 
permeability , stability . 

[0033] 

compounded amount of boundary surfactant in aqueous 
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0.005-5 MS%. *W£L<lt 0.01-4 
gtSf^UI* 0.05-3 mS%T-j!>*o 

[0034] 

£ 14 © S L x S tt m ffl I * '> U 15 5 < , 
1013.25hPa(=latm)lc33lt.S3t^*< 90 deg C &L 

1013.25hPa(=latm)l-fc(f^gt^A< 90 deg C fel 

^«US^J0)iB^StLTIi,*ttfflfiE«9* 10 
M3%WT, »£UI* 8 £3%1UT. t^frjf $ 
L<l* 5 IS%KTtfc4. 

[0035J 

*B*B»*fr)l=IE«©<t£** 

StmUL io~i5 a)x;u^>^7;n3-;uxii^ 

(i»ixwk ftXft io-i5 a)Bt<b;K*a 
tfftXft 7-15 (D5?S8i7;U^tKa)8¥^b« 



(i)<D»»*»<DJHtttl=ff*L^«fcLTtty 



composition which is used for thetreatment of fiber product of 
this invention is preferably 0.005-5 weight %, more preferably 
0.01-4weight %, most preferably 0.05-3 wt% . 

[0034] 

aqueous composition of this invention may include organic 
solvent of effective amount , but border inside fiber to 
impregnate aqueous composition in fully , as for organic 
solvent where in addition volatility is high even from on 
safety less one is good, boiling point in 1013.25 hPa (= 1 
atm ) organic solvent of 90 deg C or less is desirable. 

1013.25 boiling point in hPa (= 1 atm ) you can list methanol , 
ethanol , 2- propanol etc as the organic solvent of 90 deg C or 
less. 

As compounded amount of organic solvent , it is 10 weight % 
or less , preferably 8weight % or less , particularly preferably 
5weight % or less in aqueous composition . 

Furthermore, with this invention , as for later mentioned each 
fragrance component , wedo not handle as organic solvent . 

[0035] 

It is desirable in aqueous composition of this invention to 
combine fragrance from objective of permeability , unusual 
odor removal and grant to fiber . 

fragrance is something which contains one kind or more of 
fragrance component . 

As fragrance component , compound which is stated in 
"chemistry of fragrance " (Akaboshi Ryoichi work, The 
Chemical Society of Japan compilation, industry science 
series , first issue, main books issue of Dainichi ) can be used. 

With this invention fragrance which contains fragrance 
component of at least 1 kind whichis chosen from formic acid 
ester of fragrance , and (ii ) carbon number 8- 1 7 which from 
the objective which grants desirable fragrance are chosen 
from terpene-based alcohol of(i ) carbon number 10-15 or 
midst of aromatic alcohol of carbon number 7-1 5 or 
hydrocarbon of acetic acid ester , carbon number 10-15 and 
group of aromatic aldehyde of carbon number 7-15 is 
desirable. 

geraniol , [shitoroneooru ], dihydromyrcenol , terpineol , 
phenylethyl alcohol , benzyl alcohol , [mugooru ], 1 
-menthol , linalol can be listed as examplewhere fragrance 
component of (i ) is desirable concretely. 

In addition, geranyl formate , formic acid benzyl , phenyl 
formate ethyl , citronelyl acetate , geranyl acetate , lynalyl 
acetate , bornyl acetate , acetic acid terpenyl , benzyl acetate , 
acetic acid [sedoriru ], acetic acid -p- t- butyl cyclohexyl , 
acetic acid -o-t- butyl cyclohexyl , ;al -pinene , the;be 
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^□'S*V^K ItK-o-tert-^JUv^P^v 

^7ib7 s th\2/^5»TiU'rtK\ 'J'J— 7;U 
[0036] 

*»*ff*L<tt io~8o aa%. £y»£ L < (4 

20-60 SS%. (ii)0>§*4J*#£#£L<l* 1-50 

aa%. <fcy»^L<(* i-4o ms%£*r-r So 
io/i~i/io. mz 8/2-2/8 <z>sstt-e#^-r4c 

[0037] 

n-O^xv^JUxfck n-y-JUTJUxtK. 7 

Aux-k :?x/*vx£/-;k :?Ptf;i->K 

;u7;u-rth\ ^^;u*rt^— k ^*v;u7 
*T— k / WK5hPe^7;U-Tth\ -fV#JU 
x;U7iz^-k 77*;U*;U/-k IfK'J^ 

J f>U7*tK7xy>, 7xx;U7-trh7;Ux th\ 
T*/-;k ^»J^hPt°>. yntfjiszfatt* 

^-;k *t?Kb>. -tKb-/— ;k 5/ OS/a. a 

1-50 «a%^***i*ct4«»*U^ 
[0038] 

'/x-k -fy^Pfcf^'JXx-k v^neu> 

c£A<*f £LC ztLb(*S*4*fc i~50 ms%. 
Sfz 5^0 Sa%££ A<#£Ll^ 

[0039] 

#*4(i;K14Ja^«5* 0.002-5 IS%, Mlz 

0.005-3 aa%. o.oi-i ms%^£*ia 



-pinene , limonene , terpinolene , benzaldehyde , phenyl 
acetaldehyde , cinnamaldehyde , the;al-hexyl 
cinnamaldehyde , Cyclamen percicum Mill, (common 
cyclamen ) aldehyde , Riley aldehyde can be listed as 
example where fragrance component of(ii ) is desirable 
concretely. 

[0036] 

fragrance which is used with this invention fragrance 
component of (i ) preferably l-50weight %, more preferably 
l-40weight % contains fragrance component of preferably 
10-80weight %, more preferably 20-60weight %, (ii ) in said 
fragrance . 

In addition, fragrance component of (i ) and 10/1-1/10, 
furthermorecontaining fragrance component of (ii ) with 
weight ratio 8/2 - 2/8 are desirable. 

[0037] 

With this invention furthermore 1 -heptanol , the;al -methyl 
ionone , n- decyl aldehyde , n- undecyl aldehyde , n- nonyl 
aldehyde , anise aldehyde , benzaldehyde , benzyl acetate , 
butyl propionate , cedrol , acetic acid [sedoriru ], cinnamic 
alcohol , ethyl butyrate , caproic acid ethyl , ethyl 
isobutanoate , ethyl iso Bare A. jp7 , phenoxy ethanol , ethyl 
propionate , eugenol , farnesol , heptyl aldehyde , heptyl 
formate , hexyl acetate , 

[haidoratoropikkuarudehido ],isobornyl acetate , isoamyl 
formate , lynalyl acetate , methyl hept non , acetic acid para 
cresyl , p- methyl acetophenone , phenyl acetaldehyde , 
decanol , heliotropine , propyl propionate , terpinyl acetate , 
tetrahydro linalol , thymol , [sedoren ], [sedorenooru ], it is 
satisfactory from point of unusual odor preventing effect 
tocontain fragrance component which is chosen from 
[rabanjurooru ] in fragrance . 



As for these fragrance component ,1-80 weight %, 
furthermore 1 - 50 weight % it isdesirable in fragrance to be 
contained. 

[0038] 

It is desirable in fragrance of this invention to combine benzyl 
benzoate , isopropyl myristate , dipropylene glycol , 
tripropylene glycol as the storage agent these 1 - 50 weight %, 
furthermore 5 - 40 weight % being contained aredesirable in 
fragrance . 

[0039] 

fragrance 0.002 - 5 weight %, in aqueous composition 
furthermore 0.005 - 3 wt% , especially 0.01-1 weight % 
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[0041] 

2,4,5,6--rh7? y?$n-;i,. MJ^na* 

*L<, W=hy*Q*>MIJI«>l***HII©ifl[ 
[0042] 

*fc»*«WW*TB-*3t(10)X(*(ll)© 4 
[0043] 

[<b6] 




Z (10) 



Z" ("J 
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being contained is desirable. 
[0040] 

It is desirable in aqueous composition of this invention to 
combine microbicide from objective of permeability , unusual 
odor removal and antimicrobial to fiber . 

As microbicide , it is a compound which tests antimicrobial 
with JIS L 1902 "antimicrobial test method of fiber product " 
the said compound lweight % making use of fabric which 
deposits in uniform to cotton muslin #2003 and sees stop 
band . 

Furthermore, portion of microbicide is piled up with boundary 
surfactant ,but with this invention as for those which are 
shown concretely ondescription below it handles as 
microbicide other things handle as theboundary surfactant . 

Furthermore, to be some which possess sterilizing even in 
theaforementioned fragrance component , as for methanol , 
ethanol , 2- propanol which you list in addition as organic 
solvent have sterilizing , but these with this invention as 
microbicide without handling, we handle as respective 
fragrance component and organic solvent . 

[0041] 

triclosan , bis - (2 -pyridyl thio -1- oxide ) zinc , 2, 4, 5, 6- 
[tetorakuroroisofutaroniru ], one kind or more which is 
chosen from trichlorocarbanilide , 2- (4 
-thiocyanomethylthio ) benzimidazole , polyhexamethylene 
biquanidine acetate , glucuronic acid chlorhexidine , 8-oxy 
quinoline , polylysine is desirable as compound a this way is 
desirable, theespecially triclosan is desirable in point of 
removal effect of unusual odor . 

[0042] 

In addition, with this invention below-mentioned General 
Formula (10) or also it isdesirable to use quaternary 
ammonium compound of (1 1). 

[0043] 

[Chemical Formula 6] 

7 



[0044] [0044] 
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[it* R" Alt R ,f l*&m& 5-19. #£L<1S 

7~i7 ©7;u^^sxi*7;uy-;us. »£U 
li7;u+;uST-fcy.R ,c .R ,d liS*^a 1-3 © 

li-COCK -OCO-. -CONH-. ] 

[0045] 
lit 7] 



{As for R<sup>la</sup> and R<sup>lf</sup> in Formula 
with alkyl group or aUcenyl group , preferably alkyl group of 
the carbon number 5-19, preferably 7-1 7, as for 
R<sup>lc</sup>, R<sup>ld</sup> it is a alkyl group or 
hydroxyalkyl group of carbon number 1-3. As for T -COO-, 
-OCO-, -CONH-, } 

[0045] 

[Chemical Formula 7] 



[0046] 

R ,b ii.8JS» 1-6 (7>7;U*U>SXIi 
-(O-RVCfeSo 

zzv R ,8 ltx^b>s*L<fi^at 0 u>S. » 

*L<I4X^U>*-Cfcy . n 14 1-10. #£L<f* 

1-5 a>»T*fc*o 

RSft 1-3 cD7;i/+;ufiSK-f *>T?fc£ 0 

[0047] 
[fc8] 

CH3 

. a% ^ 
OtfiK** 12-16 ® 



[0046] 

Or it is bitch hand. 

R<sup>lb</sup> alkylene group of carbon number 1-6 or - is 
(0-R<sup>lg</sup> ) <sub>n</sub>-. 

As for R<sup>lg</sup> with ethylene group or propylene 
group , preferably ethylene group , as for n 1 - 10,it is quantity 
of preferably 1-5 here. 

Furthermore Z<sup>-</sup> is alkyl sulfate of anionic group , 
preferably halogen ion , carbon number 1-3. 

Below-mentioned ones can be listed) as quaternary 
ammonium compound where this invention ismost desirable. 

[0047] 

[Chemical Formula 8] 



Ta\Z 1 - 5 Oft] 



B "0 a ' 
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[0048] 

0.1-5 B*%*tti= i-5 Bs%#*f£*i£a>*< 

[0049] 
[0050] 

[0051] 

*fc.*«W0)*ttli**a) pH(20 deg C)l* 
3.0-9.0. #£L<!i 5.0-8.0 4<M*Ll^ 

[0052] 

*«91<D*ttiajttlBfi« 0.01-5 B 

o.oi BS%ja±Tfe+Ltf.*ttffij«l*a)«3i 

So 

[0053] 

■Ja— >fc*ft 0.01-5 B3%, JtS3ttfl o-5 

BS%, BMW 90 deg C tlTO«Mfl 0-5 
BS%s St/* 85-99.9 WSo/oZ^t&tO) 

[0054] 



[0048] 

microbicide 0.01-10 weight %, in aqueous composition 
furthermore 0. 1 - 5 weight %, especially 1 - 5 weight % being 
contained is desirable. 

[0049] 

In addition, it is possible to include plasticizer , colorant , 
cement , pH adjustment agent or buffer etc inrange which 
does not impair effect of this invention as other component . 

[0050] 

remainder of aqueous composition of this invention is water. 

By fact that water is included mainly, while drying being safe 
composition of this invention without volatilization doing at 
one time, and it canacquire effect which is superior. 

As for water, water which removes heavy metal ion and 
hardness component isdesirable, deionized water and distilled 
water are desirable. 

[0051] 

In addition, pH (20 deg C ) of aqueous composition of this 
invention 3.0 - 9.0, the preferably 5.0-8.0 is desirable. 

[0052] 

As for aqueous composition of this invention , active 
ingredient 0.01 - 5 weight % especially itis desirable to 
contain. 

0.01 If it is a weight % or more , permeability to fiber of 
aqueous composition is good,sufficient wrinkle removal and 
unusual odor removal effect are shown. 

In addition, if they are 5 weight % or less , desirable texture is 
granted,coloration and wheel * sees and also or other problem 
is held down. 

[0053] 

As for embodiment where aqueous composition of this 
invention is most desirable, the silicone compound 
0.01~5weight %, boundary surfactant 0~5weight %, boiling 
point is organic solvent 0-5weight %, of 90 deg C or less and 
somethingwhich contains water 85 - 99.9 weight %. 

[0054] 

With processing method of this invention , aforementioned 
aqueous composition atomization isdone vis-a-vis fiber 
product , but it is desirable not to combine the spray , to use 
atomization device of so-called non gas type . 

As for atomization device aqueous composition in fiber 
product be as wide as possible in the surface area atomization 
trigger type [supureiyaa ] or it is a pump type dispenser as 
sprayer tool towhich those which it is possible in uniform are 
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ttl^-f £(Dffi*>bX:?U-l @fc*:ya>#£L 
l^lllt 0.01~3.0g. ZblZtf* L<it 
0.05~2.0g X'foV. *t&«8frb 20cm »Lfcffi» 
frbX? U-Lfct^CDHSSffiS^ 50cm 2 ~ft 
500cm 2 T?fc*MJff-S*:n^^-£fcli# 



«fSS*< O.oig &±T?fe£<!:r2^E«£i«S?1- 



[0056] 

»(*^0>I^C!>%. 1000 /i m £fl 

iitOXDftS 1%HT, #£L<I* 500 j/m * 
fflA«*©CDtt* 1%HT. *&lz#*L<f*200 

SS<D'>fc<<t&ft) 50%(7)i$JSiA< 100 m ETFO) 
*fc». ®mtfM<. 5SSfzfivS^JSyiz< 



[0057] 

BIT. tt*fz|B*SS#|zoL*Tft*r*. 
[0058] 

a. mis K^AAoBii^iktMin-eiuia 
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good, are desirable. 
[0055] 

As for atomized amount where spray per time is desirable 
from aspect of easeof use when 0.01 - 3.0 g, furthermore with 
preferably 0.05~2.0g, spray doing from distance which from 
object 20 cm is separated, the trigger type where sprayed 
surface product is approximately 50 cm <sup>2</sup>~ 
approximately 500 cm <sup>2</sup> [supureiyaa ] or it is 
desirable to use pump type dispenser . 

When atomized amount is 0.01 g or more , atomization wide 
surface area being easy todo, in addition in case of 3.0 g or 
less , amount of deposition of aqueous composition to the 
fiber product becomes proper , be able to shorten drying 
time , in additioneither wheel (jimi ] does not occur. 

[0056] 

In addition, among total number of mist drop (liquid drop ) in 
atomization of the one time in when using, quantity of those 
where particle diameter exceeds 1 000; mu m quantity of those 
which exceed 1% or less , preferably 500;mu m l%or less , 
furthermore quantity of those which exceed preferably 
200;mu m with 1% or less , When spray where at least 
approximately 50% liquid drop of atomization liquid drop has 
granularity of 100;mu m or less is used, because aqueous 
composition of this invention itcan deposit securely and 
uniform vis-a-vis clothing or other fiber product which 
becomes the treatment target , effect is high, wheel [jimi ] is 
difficult to remain in the clothing . 

Furthermore, it can measure particle diameter distribution a 
this way, due to for example laser diffraction type particle 
size analyzer (JEOL make). 

[0057] 

In addition atomization before doing aqueous composition , as 
for fiber product it isdesirable to be substantially dry state . 

aqueous composition seems this way and 5 - 200% 
atomization it is desirable vis-a-vis weight of fiber product 
which is dried substantially to do. 

You say here, "state which is dried substantially" with, 
touching by hand, with state which doesnot feel humid air , as 
for clothing it includes some moisture with humidity . 

You detail below, concerning portion regarding drying. 

[0058] 

aqueous composition as for fiber product which atomization is 
done, rotary insidetank, does drying inside rotary dryer of for 
example drum type . 

fiber product which atomization is done rapidly, can insert 
theaforementioned aqueous composition into dryer concretely 
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wzn.mmmz\tih>H. »*l<i* 5o~90d eg 

C ©ffl-C, 10-60 #£1X1* 15-45 #fBk 
[0059] 

».s p tm^ o r©nja± 
* hmw4»£, nja±<o p izmz>& 



within 60 minutes andwithin preferably 30 amount, between 
preferably 50-90 deg C, 10 - 60 minute , preferably 
15~45minute , drying are done. 

[0059] 

It has an influence rotational speed of rotary tank on finishing 
behavior of the clothing . 

Generally rotary dryer , starting to turn, when mustard rose * 
it doesjeaches to uniform speed circular motion . 

When uniform speed circular motion it does on circumference 
of radius ;ga where quality point P designates origin O as 
center , as for velocity vector ;up in the P on circumference , 
with tangential direction of circumference , as for size 



v = (or 




r;*f] 


;up =;oa;ga 


;oa; angular velocity 


;ga; radius ] 


So it is displayed 











[0060] 

cD^in n: [T;KjS p *< 1 BH+&<Dtz9+iM 
M] 

[0061] 

v=2n r/T 

it. 0.1~10(m/s), #£L<l*0.2~6.0(m/s). 2b\Z 
#£L<I* 0.5^.0(m/s)"C&4o 

[0062] 
[0063] 



[0060] 

In addition in;oa, 

;oa - 2;pi /T [T; quality point P requires in order 1 rotation to 
do time ] 

Because relationship consists, formula below is acquired. 
[0061] 

;up = 2;pi;ga/T 

optimum velocity ;up (Below, you display with 
circumferential velocity . ), 0.1 - 10 (m/s ), preferably 0.2-6.0 
(m/s ), furthermore is preferably 0.5-4.0 (m/s ) in this 
invention . 

clothing shrinks and/or in this range satisfactory effect is 
acquired *without accompanying. 

[0062] 

While turning fiber product which aqueous composition 
atomization is done, by factthat it dries, drying with while 
such as standing it is done desired,almost to hang and be able 
to remove wrinkle which cannot come off,completely, 
satisfactory feel which in addition also finishing does softly is 
acquired. 

[0063] 

dryer of domestic can be used as rotary dryer which is used 
for the this invention . 
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COBBPI*. JUtaaa>«ia&li. 
[0065] 

10 » & 0) W 7? 0.3O~0.50g/min , M I- 
0.35~O.50g/miiK 0.4O~0.50g/min 1? J&^Ct 

c*#s«aK«>as*a) 
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20 deg C, 50%RH 24 ftfflttB 
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Usually, domestic rotary dryer rotating shaft of rotary tank 
perpendicular direction is adirection which crosses, is 
designed in such a way that it can do various setting, but if 
drying temperature , rotation rate or time do not deviate 
aforementionedrange, it is possible to do drying making use 
of no course . 

[0064] 

With processing method of this invention , after treating fiber 
product with aqueous composition ,to possess flexibility , 
after accommodating in vessel whichsubstantJally possesses 
air permeabihty , it is most desirable to offer to drying 
process . 

vessel is produced from polyester , polypropylene , nylon etc 
which is not melted in the dryer of fiber product . 

vessel is formed in order to reveal air permeability , by 
reticulated member , borehole sheet etc. 

As for size of vessel , suit etc with accommodatable , extent 
which it can turn inside dryer is desirable. 

In addition, geometry of vessel , bag (sealed tube ), is good 
even with sphere , cylindrical , square prism type, triangle 
pillar type and triagonal pyramid type etc, but bag , sphere , 
cylindrical which issuited for drying with revolution is 
desirable. 

vessel has aperture which takes in and out fiber product . 

this aperture after accommodation of fiber product , is sealed 
by chuck , surface fastener , hook , button , rubber , string or 
other suitable means . 

[0065] 

As for vessel which is used for this invention , water 
evaporation velocity of fiber product which is accommodated 
in interior from 0 min (Immediately after accommodating) 
0.30 - 0.50 g/min , furthermore being 0.35 - 0.50 g/min , 
especially 0.40 - 0.50 g/min isdesirable between 10 min later. 

Be able to prevent occurrence of new wrinkle of clothing with 
the excess moisture by possessing water evaporation velocity 
of this range, in addition because itbecomes suitable dry 
state , also damage of fiber decreases. 

this water evaporation velocity is something which was 
measured with method below. 

{measurement method of water evaporation velocity } 

(1) wire width (2003 fabric , Yagashira Shokai (DB 
70-528-4149 ), 50 cm X 50cm ) 24 hours it leaves 4, with 
condition of 20 deg C, 50%RH, the measured weight does. 
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[00661 

*^^#e^S(g/min)=(W 2 .W4)/10 



* 3i m iz m b ti 5 « « i* . s ft *< 
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this value is designated as fabric weight W<sub>0</sub>. 

In (2) fabric , water is blown to one surface entirety with 
spray , the fabric weight is measured. 

At that occasion, criterion of water amount of deposition 
made cotton cloth 5g. 

this value is designated as W<sub>l</sub>. 

amount of adsorbed water W<sub>2</sub> of initial stage is 
acquired from W<sub>0</sub> and W<sub>K/sub>, by 
W<sub> l</sub>- W<sub>0</sub>. 

To accommodate cotton cloth in (3) vessel , to set to heater 
strong,standard , 20 amount course making use of domestic 
rotary type clothing dryer (Matsushita Electric Industrial Co. 
Ltd. (DB 69-053-6552 ) make, NH-D45A ), after pushing the 
start button , it stops 10 min passage later. 

After (4) stop, cotton cloth is removed from vessel , weight 
is measured within 3 min . 

When this value is designated as W<sub>3</sub>, amount of 
residual water W<sub>4</sub> is acquiredfrom this 
W<sub>3</sub> and fabric weight W<sub>0</sub>, by 
W<sub>3</sub>-W<sub>0</sub>. 

From this W<sub>4</sub> and W<sub>2</sub>, by formula 
below, water evaporation velocity of the fabric per each is 
calculated. 

cotton cloth 4 average of water evaporation velocity is 
designated as water evaporation velocity of the vessel . 

[0066] 

water evaporation velocity (g/min ) = 
(W<sub>2</sub>-W<sub>4</sub> ) / 10 

As for vessel which is used for this invention , weight 60 - 
600 g/m<sup>2</sup>, furthermore being 60 - 400 
g/m<sup>2</sup>, especially 100 - 200 g/m<sup>2</sup> 
isdesirable. 

It is desirable for yam density to be (Vertical 6 X sides 6 ) 
/cm <sup>2</sup>~ (Vertical 50 X sides 50) /cm 
<sup>2</sup>. 

As for weight and yarn density , range which can achieve 
theabove-mentioned water evaporation velocity is desirable. 

[0067] 

It can also propose newly according to this invention , 
aqueous composition of theaforementioned this invention as 
kit which is combined with goods andaforementioned vessel , 
preferably baggy part material which are filled in vessel 
whichhas atomization device . 

[0068] 
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[0069] 
[0070] 

[0071] 

[JUMN 

S 1-3 lz*^|Haa)*tt«***BI«LT, 55c 

suoasiv uM*ytt. shm**is* ml 

[0072] 

X- % }/£ift(rti*fl* ^ 100%)ii;**(^Q-K 
20cmxl0cm Id-f^X****?!'— QKIIL 

Taa**fc*.K»*s 2 -DffyizLr, iso 

deg C l=KSLfc7-f P>-e»« B»»t 90 » 
[0073] 

^Tib*/<3j|fcLT* #^)i(10cmx 10cm) 

Lfco 
[0074] 

Sfc^ur so ms%o«iafflffl««3$x3fb 



With this invention , convenience of user it can improve by 
making the kit which it possesses flexibility in order to 
accommodate goods and fiber product which are filled in 
atomization device equipped container and itconsists of 
container , preferably baggy part material which substantially 
possesses the air permeability , can use aqueous composition 
of aforementioned this invention for treatmentof fiber product 
making use of rotary dryer . 

[0069] 

processing method of this invention , it shows high effect 
vis-a-vis clothing whichconsists of especially cotton and 
linen , wool etc, atomization does in for example suit , slacks , 
jacket or other clothing and it is desirable to use. 

[0070] 

[Effects of the Invention] 

With this invention , aqueous composition which contains 
silicone compound in fiber product the atomization after 
doing, by fact that heating and drying it does, texture of fiber 
product recovers at rotary inside tank, furthermore effectof 
wrinkle removal and odor removal is acquired. 

[0071] 

[Working Example(s)] 
Working Example 1 

Manufacturing aqueous composition of composition which is 
shown in Table 1 ~3,texture , wrinkle taking characteristic of 
clothing , evaluation it did odor removability . 

In addition evaluation it did concerning odor . 

evaluation method is shown below. 

[0072] 

spray atomization doing suit texture (commercial product , 
wool 100% ) and deionized water in test cloth 20cm X 10cm 
which consistsof cotton broadcloth #60 (Dyeing test material 
Ltd. Yagashira Shokai (DB 70-528-4149 ) ), 90 second 
holding down crease portion with iron whichit sets to 1 50 deg 
C after wetting , with test cloth as two snapping, you attached 
wrinkle, this model of wrinkle taking evaluation * * with did. 

[0073] 

As model cigarette odor , each fabric piece (10 cm X 10cm ), 
1 day it offered those which are leftto smoke place as test 
cloth . 

[0074] 

treatment agent composition of 50 weight % with spray vessel 
( [kyaniyon ] Make, T-7500 ) atomization after doing, 20 
minute was dried with domestic rotary type clothing dryer 



Page 21 Paterra® InstantMT® Machine Translation (U.S. Pat. Ser. No. 6,490,548; Pat. Pending Ser. No. 10/367,296) 



JP2002115182A 

aasii3*atttta(ttTas£*tt£& 

tt8L NH-D45A)T? 20 tffelftJiLfco 



[0075] 

*fc. »«tt*i*LT, 65 deg C -eSSfcLfcH 
att««(^Mb«*SC*tt, DN810)*|Zjft 

EBooay . x?u^iiLfc«aMi * 20 »w 



[0076] 

l~3 lz^-r o 

[0077] 

#Ka*t*a>***aaisHEa*a 
»««(«Ta»a«*a*a«. nh-d45a> 
t? 20 »im«:aLfc*a)t, 65 de g c -ciisflsL 
fcfiatt««(*-*Mb**a£tt, DN8io)* 

(3#|tKfli$2O»raAtLT«:JiLfct0$. ft 

aa^&ayuLaai= 1 B»Mtt«LfcaLK 
a*a>L*>a>a*i**^a*L\ 



[0078] 



5:£<Ub*<£l* 
l:*L<Ub*<»oTl**. 
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(Matsushita Electric Industrial Co. Ltd. (DB 69-053-6552 ) 
make, NH-D45A ) these model * * vis-a-vis the test cloth 
which is attached and test cloth where model cigarette odor is 
attached, vis-a-vis test cloth dry weight . 

After drying ending, 1 hour after leaving, coming off 
condition and texture , odor of wrinkle of test cloth were 
decided in room temperature . 

[0075] 

In addition, with 65 deg C to constant temperature 
aforementioned sort, 20 minute inserting each test cloth which 
spray atomization is done in constant temperature dryer 
(Y amato chemistry KK , DN8 10 ) which isconverted as 
stationary drying , it dried. 

It removed from dryer and 1 hour after leaving, it decided 
thecoming off condition and texture , odor of wrinkle of test 
cloth in room temperature . 

[0076] 

evaluation had grading fabric (control ) before fabric and 
treatmentwhich with panel member of 5 persons were treated 
with dryer , with the reference below, average sought ranking 
made. 

Result is shown in Table 1 ~3. 
[0077] 

In addition, with thing and 65 deg C which 20 min dry each 
test cloth that way with domestic rotary type clothing dryer 
(Matsushita Electric Industrial Co. Ltd. (DB 69-053-6552 ) 
make, NH-D45A ) to constant temperature 20 min inserting 
each test cloth in constant temperature dryer (Y amato 
chemistry KK , DN810 ) which is converted it removed those 
which it dries,from dryer and 1 hour after leaving, it decided 
coming off condition and texture , odor of wrinkle of test 
cloth in room temperature . 

With panel member of 5 persons it had grading evaluation 
with reference below, average sought ranking made. 

Result is shown in Table 4 . 
[0078] 

<wrinkle criteria > 
5: completely there is not a wrinkle 
4: for most part there is not a wrinkle 
3: wrinkle remaining barely, it is 
2: suitable wrinkle remaining, it is 
1: wrinkle remains considerably. 
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[0079] 

4:»!S«fcy&'>U$o<bLTl^ 

2:JMB©£*<'>USo<e,LTl*.5 

[0080] 

4:^l%05E»)liT?#*^A<>^-r*M;ffii:-i.g| 
$ 

[0081] 

[£i] 
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[0079] 

<texture criteria > 

proofed doing in comparison with 5:control it is 

* * saddle doing a little, in comparison with 4:control it is 

3:control and texture are equal 

2:control doing * * saddle a little, it is 

1 .control has done proofed . 

[0080] 

<odor criteria > 
5:odorless 

You cannot distinguish 4:odor . Strength which is felt faintly 

You understand 3 : no odor , but weak odor 

2: odor which is felt clearly 

1: strong odor . 

[0081] 

[Table 1] 



[0082] 

(S3 

■ 5/ »J 3 — > fc * * (1):ABN SILWET 
FZ-2203(B*^-*-fcxt£tt8!L 5?/*^# 



[0082] 
(Note) 

* silicone compound (1):ABN SILWET FZ-2203 (Nippon 
Unicar Co. Ltd. (DB 69-059-3355 ) make, copolymer of 
dimethyl polysiloxane and polyalkylene oxide ) 
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£<*) 

• <> U □ - >fc * I (2):ABN SILWET 
FZ-22ll(B*J.-a-t*5*£ttK, v^;M* 

•3W*>^ES14ffl(l):J*fiy» 10-14 <7)fia 

m i «r;U3-;H3 eo 4 *;n«nLfc 

■*-r^->i?iB«it#j(2):K*« io~i4 ©ma 

m 1 jSR7;un-;Hr EO 6 * JUttJoLfc 
■|^^>#iSS14SiJ(3):K*a 12-14 (BUM 

% 2 arnm-juc eo 3 =EMnattz 
■iK^->^i5Sttsij(4):S*mia i2~i4 a>mm 

% 2 aT^zi-^Hc EO 5 ^HtfUOL*: 
*,<*> 

[0083] 

[a 2] 
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* silicone compound (2):ABN SIL WET FZ-221 1 (Nippon 
Unicar Co. Ltd. (DB 69-059-3355 ) make, copolymer of 
dimethyl polysiloxane and polyalkylene oxide ) 

* EO even 4 mole was added to straight chain primary alcohol 
of nonionic surfactant (l).carbon number 10-14 thing 

* EO even 6 mole was added to straight chain primary alcohol 
of nonionic surfactant (2):carbon number 10-14 thing 

* EO even 3 mole was added to straight chain secondary 
alcohol of nonionic surfactant (3):carbon number 12-14 thing 

* EO even 5 mole was added to straight chain secondary 
alcohol of nonionic surfactant (4):carbon number 12-14 thing 

[0083] 
[Table 2] 



[0084] 

(SO 

• 5/ 'J 3->ft:£ »(3):BY 16-906(£ U ■ 9 O ■ =J 
-2/Ua->fc**(4):tfX75ytKP^>^P 



[0084] 
(Note) 

* silicone compound (3):BY 16-906 (Dow Corning Toray 
Silicone Co. Ltd. (DN 69-066-9486 ) * silicone KK make and 
amide *polyether modified silicone ) 

* silicone compound (4):bis amino hydroxypropyl copolyol 
dimethicone (Wltcosupplied , modified silicone ) 
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:fMJ OA(7/U*;u£&3iS»¥l$> 12. EO 

ma^Qi 4) 

[0085] 
[S3] 



* ES:sodium polyoxyetbylene alkyl ether sulfate (alkyl group 
average number of carbons 12, EOaverage number of moles 
added 4) 

[0085] 

[Table 3] 
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[0086] 

■v'Ja->fc£«S(5):SF8418(*U-*'>=l- 
••><Ja->ft:*»(6):TSF4770(S?— f— K3E*> 

>) 

[0087] 
[$4] 
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flflftJM 
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[0086] 

* silicone compound (5):SF8418 (Dow Corning Toray 
Silicone Co. Ltd. (DN 69-066-9486 ) * silicone KK make and 
carboxy-modified silicone ) 

* silicone compound (6):TSF4770 (GE Toshiba Silicone Co. 
Ltd. (DB 69-055-2336 ) make, carboxy-modified silicone ) 

[0087] 
[Table 4] 
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[0088] 

Working Example 2 

Manufacturing aqueous composition of composition which is 
shown in Table 5 ,texture , wrinkle taking characteristic of 
clothing , evaluation it did odor removability in same way as 
Working Example 1 . 

However, accommodating in mesh or sack which is shown in 
the Table 6 , it threw test cloth , to dryer . 

It showed aqueous composition and mesh or other 
combination and evaluation result in Table 7,8. 

Furthermore, evaluation of odor , replacing to model cigarette 
odor , usedthose which ethanol solution which consists of 
isovaleric acid 0.0002weight %, acetic acid 0.0006weight %, 
3- methyl -2- hexanoic acid 0.0002weight %, ethanol 
99.9990weight % 0.6 gatomization are donefor each fabric 
piece (10 cm X 10cm ), as model perspiration odor . 

[0089] 

[Table 5] 
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[0088] 

fl!)m^L\L^»ytt.«iL«*tt***«i i 



*l**7,8lZ^Ufc 0 

^x^TSiiLT. tt(10cm x l0cm)lz H -< 
VMM 0.0002 SS%. 0.0006 fiS%> 3- 

y^;u-2«^*-y->K 0.0002 S5%, x$y— ;u 

99.9990 S*%A*&&*X$y — 0.6g BR 

[0089] 
[*5] 



[0090] 

a-fcf*> 5 M«%.-bKb> 16 
M%.-teKn-;u 3 MS%. -trKb/-;u i S 
S%. S?tKas;Hr-/— 10 1S%, sH^V 

25 iS%, 3?x~ ;ux^;u7;ix=i-;u 10 S 

s%, v^ptfu>^'j=i-;u 10 ss%c&tt 

100 SS%)T*fc4o 



[0090] 
(Note) 

* fragrance xomposition the;al -pinene Sweight %, [sedoren ] 
16 weight %, cedrol 3 wt% , [sedorenooru ] 1 weight %, 
dihydromyrcenol lOweight %, eugenol Sweight %, 
[rabanjurooru ] is 15 weight %, hmonene 25weight %, 
phenylethyl alcohol lOweight %, dipropylene glycol 
lOweight % (total lOOweight % ). 

* microbicide ilauryl benzyl dimethyl ammonium chloride 
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[0091] 

« 6i 



[0091] 
[Table 6] 
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[0092] 
[« 7] 



[0093] 
[*8] 



[0092] 
[Table 7] 
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[0093] 
[Table 8] 
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